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(54) MAGNETIC TAPE 
(57)Abstract: 

PURPOSE: To effectively use a magnetic tape formed by vapor deposition as a 
magnetic tape for audio purposes by maintaining the difference in the reproduced output 
between forward and backward directions within 2dB. 

CONSTITUTION: The difference in the reproduced output between the forward and 
backward directions of the magnetic tape having a magnetic metallic film formed by 
oblique vapor deposition on a nonmagnetic base is within 2dB. The difference in the 
reproduced output between the forward and backward directions can be maintained 
within 2dB simply by limiting the incident angle on a high incident angle side of the 
vapor of the magnetic material arriving on a base film at the time of, for example, the 
oblique vapor deposition. Namely, the incident angle at the time of the oblique vapor 
deposition is merely required to be limited to 30W80 0 , more preferably 30W70 0 . The 
magnetic tape adequate for use in the forward and backward directions is thereby obtd. 
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